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AMENDMENT TO THE CLAIMS 

This listing of claixns will replace all prior versions, and listings, of claims in the 
application: 

Listing of the Claims: 

Please amend the claims as fbUows: 

1. (Canceled) 

2. (Canceled) 

3. (Canceled) 

4. (Canceled) 

5. (Canceled) 

6. (Canceled) 

7. (Canceled) 

8. (Canceled) 

9. (Canceled) 

10. (Canceled) 

11. (Canceled) 
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12. (Currently Amended): A bituminous oomposition for use in a self 
adhesive shingle or roo fing felt said comoositjon c omprising a bituminous con^onent 
and a block copolymer, said block copolymer comprising at least two blocks of a 
conjugated diene aad at least two blocks of a ixionovinylaromatic hydrocarbon of the 
general formula: 

Si— Bi— S2— B2 

wherein Bi is a block of polymerized conjugated diene comprising at least 59 80^mole% 
isoprene having an apparent molecular weight of from 180,000 to 400,000, Si and S2 are 
blocks of polymerized monovinylaromatic hydrocarbon comprising at least 99 mole % 
stvreiie and h aving a weight average molecular weight of 12,000 to 40,000, and B2 is a 
block of polymerized conjugated diene comprising at least 50 80 molc% isopiene having 
an parent molecular weight of fix>m 15,000 to 60,000; wherein the weight ratio W of Bi 
over B2 is in the range of 3.0 to 12.0; and wherein the content of polymerized 
monovinylaromatic hydrocarbon is in the range jGcom 10 to 35 %wt. 

13. (Canceled) 

14. (Previously Presented): Hie bituminous composition of claim 12» wherein 
polymer blocks Bi and Bz each indep^dently comprise at least 99 mole% isoprene. 

15. (Canceled) 

16. (Canceled) 

17. (Previously Presented): The bituminous composition of claim 12, wherein 
polymer block Bi has an apparent molecular weight of from 250,000 to 350,000, 

18. (Previously Presented): The bituminous composition of claim 12, wherein 
polymer blocks Si and S2 each independently have a molecular weight of from 20,000 to 
35,000. 

3 
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19. (Previously Pyeswted): The bituminous composition of claim 12, wherein 
the wei^t ratio W is in the range of fixmi about 4.0 to about 8.0. 

20. (Previously Presented): The bituminous composition of claim 12, wherein 
the weight ratio W is about 6.0. 

21 . (Previously Presented); The bituminous composition of claim 12, which 
comprises on the total weight of the bituminous composition from 70 to 95 w% of the 
bituminous component and from 30 to 5 w% of the block copolymer. 

22. (Previously Presented): The bituminous composition of claim 12, wherein 
the bituminous componeat has a penetration of less than 300 dmm (decamilimeters) at 25 

23. (Currently Amended): A block copolymer which comprises at least two 
blocks of a com'ugated diene and at least two blocks of a monovinylaromatic 
hydrocarbon, being of the general formula: 

Si— Bi— S2*-B2 

wherein Bi is a block of polymerized conjugated diene comprising at least 80 mole% 
isoprene having an apparent molecular weight of from 180,000 to 400,000, Si and Sz are 
blocks of polymerized monovinylaromatic hydrocarbon comprising at least 99 mole% 
stvrene and h aving a weight average molecular weight of 12,000 to 40,000, and B2 is a 
block of polymerized conjugated diene comprising at least 50 80_mole% isoprene having 
an apparent molecular weight of from 15,000 to 60,000; wherein the weight ratio W of Bi 
over B2 is in the range of 3.0 to 12.0; and wherein the content of polymerized 
monovinylaromatic hydrocarbon is in the range from 10 to 35 %wt. 

24. (Canceled) 

4 



PAGE 6(12'RCVDAT10I31/200511:0S:43 AM [Eastern StM 



10/30/2085 0G:13 2816683155 



MARK DISISTO 



PAGE 



Attorney JOocket No. TS0777/US 

25. (Currently Amended): A coating comprising a>ituininous 
composition of oloim 12 -tliat comprises a bituminous component and a block copolymer, 
said block copolymer comprising at least two blocks of a conjugated diene and at least 
two blocks of a monovinylaromatic hydrocarbon of the general formula: 

wherein is a block of tK)lvmeri2ed conjugated diene comprising at least 80 mole% 
isonrene having an awarent molecular weight of jfrom 1 80,000 to 400.000, S i ^ and are 
blocks of nolvmeriged monovinylaromatic hydrocarbon comprising at least 80 mQle% 
styrene and having a weight average molecular weight of 12,000 to 40,000. and B^ is a 
block of polymerized conjugated diene comprising at least 80 mole% isopxene having an 
a pparent molecular weight of from 15>000 to 60,000; wherein the weight ratio W of Bi^ 
over Bg is in the range of 3,0 to 12.0: and wherein the content of polvmarized 
monovinylaiomatic hydrocarbon is in the range fro m 10 to 35 %wt , 

26. (Canceled) 

27. (New): The bituminous composition ofclaim 21, wherein polymer blocks 
Bi and B2 each independently comprise at least 99 mole% isoprene and the wei^t ratio 
W is in the range of from about 4.0 to about 8,0, polymer block Bi has an apparrat 
molecular weight Qffyom 250,000 to 350,000, polymer blocks Si and S2 each 
independently have a molecular weight of fix)m 20,000 to 35,000, and wherein. 
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